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»N THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re Patent Application of 

MOBERG et al Atty. Ref.: 61 1 -55 

Serial No. Unassigned Group: 

Filed: March 1 1 , 2002 Examiner: 

For: METHOD IN CONNECTION WITH THE PRODUCTION OF MECHANICAL 
PULP 

*********** 

March 1 1 , 2002 

Assistant Commissioner for Patents 
Washington, DC 20231 

Sir: 

AMENDMENT 

Please amend the above application as follows: 

IN THE CLAIMS 

Please substitute the following amended claims for corresponding claims 
previously presented. A copy of the amended claims showing current revisions 
is attached. 

3. (Amended) Method according to claim 1 , characterized in that at 
least a part of said pulp is processed in a second refining step (10, 13), 
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preferably after said fractionation (4), wliereby secondary fines are produced in 
the pulp. 

4. (Amended) Method according to claim 1 , characterized in that said 
pulp is subjected to a treatment step (2) after said first refining step (1), but 
before said fractionation (4), in which treatment step (2) the pulp is subjected to 
one or more of the treatments dilution, temperature enhancement, mechanical 
agitation and retention time. 

5. (Amended) Method according to claim 1 , characterized in that said 
fractionation (4) is performed by screening, preferably in at least one curved 
screen, or by centrifugation, preferably in at least one cyclone. 

/ 

6. (Amended) Method according to claim 1 , characterized in that said 
fractionation (4) is performed in at least two steps. 

7. (Amended) Method according to claim 1 , characterized in that 
3-15%, preferably 5-10% of said pulp, measured as dry weight, is separated from 
said pulp in said fractionation (4). 
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8. (Amended) Method according to claim 1 , characterized in that said 
separated, led away primary fines (5) are used for heat recovery, for cattle food 
or In another line for pulp, paper or paperboard production. 

9. (Amended) Method according to claim 1 , characterized in that the 
pulp is subjected to bleaching, preferably peroxide bleaching, after the refining 
(1 , 13) and fractionation steps (4). 



10. (Amended) Method according to claim 1 , characterized in that said 
pulp is CTMP, CMP, TMP or HTCTMP. 



1 1 . (Amended) Method according to claim 1 , characterized in that said 
produced mechanical pulp is used in the production of paperboard, preferably 
paperboard intended for food or liquid related applications. 

12. (Amended) Mechanical pulp from a cellulose containing material, 
characterized in that it is produced according to claim 1 . 

13. (Amended) Paperboard, at least partly produced from a mechanical 
pulp from a cellulose containing material, characterized in that said pulp is 
produced according to claim 1 . 
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REMARKS 



The above amendments have been made to place the application in a 
more traditional format. 

Attached hereto is a marked-up version of the changes made to the claims 
by the current amendment. The attached pages are captioned " Version With 
Markings To Show Changes Made ." 



LCM:lks 

1 100 North Glebe Road, 8th Floor 
Arlington, VA 22201-4714 
Telephone: (703) 816-4000 
Facsimile: (703)816-4100 



Respectfully submitted, 
NIXON & VANDERHYE P.C. 




L^nard C. MItchard 
Reg. No. 29,009 



-4- 



609795 



MOBERG et al 
Serial No. Unassigned 



1. o o o n o €i- ,., o H-ri q o 



VERSION WITH MARKINGS TO SHOW CHANGES MADE 



IN THE CLAIMS 

3. (Amended) Method according to claim 1 [or 2], characterized in that 
at least a part of said pulp is processed in a second refining step (10, 13), 
preferably after said fractionation (4), whereby secondary fines are produced in 
the pulp. 

4. (Amended) Method according to [any of the preceding claims] 
claim 1 . characterized in that said pulp is subjected to a treatment step (2) after 
said first refining step (1), but before said fractionation (4), in which treatment 
step (2) the pulp is subjected to one or more of the treatments dilution, 
temperature enhancement, mechanical agitation and retention time. 

5. (Amended) Method according to [any of the preceding claims] 
claim 1 . characterized in that said fractionation (4) is performed by screening, 
preferably in at least one curved screen, or by centrifugation, preferably in at 
least one cyclone. 
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6. (Amended) Method according to [any of the preceding claims] 
claim 1 , characterized in that said fractionation (4) is performed in at least two 
steps. 



7. (Amended) Method according to [any of the preceding claims] 
claim 1 , characterized in that 3-15%, preferably 5-10% of said pulp, measured as 
dry weight, is separated from said pulp in said fractionation (4). 



8. (Amended) Method according to [any of the preceding claims] 
claim 1 , characterized in that said separated, led away primary fines (5) are used 
for heat recovery, for cattle food or in another line for pulp, paper or paperboard 
production. 



9. (Amended) Method according to [any of the preceding claims] 
claim 1 , characterized in that the pulp is subjected to bleaching, preferably 
peroxide bleaching, after the refining (1, 13) and fractionation steps (4). 



10. (Amended) Method according to [any of the preceding claims] 
claim 1 , characterized in that said pulp is CTMP, CMP, TMP or HTCTMP. 



1 1 . (Amended) Method according to [any of the preceding claims] 
claim 1 , characterized in that said produced mechanical pulp is used in the 
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production of paperboard, preferably paperboard intended for food or liquid 
related applications. 

12. (Amended) Mechanical pulp from a cellulose containing material, 
characterized in that it is produced according to [any of claims 1-11] claim 1 . 

13. (Amended) Paperboard, at least partly produced from a mechanical 
pulp from a cellulose containing material, characterized in that said pulp is 
produced according to [any of claims 1-111 claim 1 . 
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METHOD IN CONNECTION WITH THE PRODUCTION OF MECHANICAL PULP 
TECHNICAL FIELD 

The present invention relates to a method in connection with the production of me- 
5 chanical pulp from a cellulose containing material, wherein the material is processed in 
at least one refining step to produce pulp. The invention also relates to a mechanical 
pulp, produced by the method, and a paperbcard, at least partly consisting of such me- 
chanical pulp. 

10 BACKGROUND OF THE INVENTION 

Mechanical pulp, most often CTMP (Chemi Thermo Mechanical Pulp), is a major com- 
ponent in multiply board constructions, and often constitutes about 70% of the centre 
layer and \xp to 50% of the board furnish. 

15 To achieve hi^ bending stiffiiess of the board it is desirable to have a high strength at a 
sheet density of the centre ply as low as possible. A favoiirable Scott bond - density 
relationship is thus essential. To this end, there are two opposing aspects that have to be 
considered. Firstly, only the components of the raw material which contribute to 
strength and bulk are desirable to have in the refined pulp. The other components, which 

20 do not contribute to strength and bulk in any extent, basically constitutes a load in the 
system, and require additional drying capacity, bleaching agmt consumption, etc. On 
the other hand, every component that remain in the pulp will contribute to a high yield 
in the production. One of the aspects that renders mechanical pulp competitive in rela- 
tion to chemical pulp, is the higher yield of mechanical pulp. 

25 

Another important aspect of the mechanical pulp is the taint and odour properties, which 
are directly related to the extractives anii manganese left in the pxilp. The taint and odoxir 
properties are especially important when the pulp is to be used in papeiboard for food or 
liquid related applications. This is true for all types of medianical pulp. For TMP 

30 (Thermo Mechanical Pulp), the taint and odour problem is so serious that this type of 
pulp is not used in papeiboard today. If the pxilp is to be bleached with non-chlorine 
bleaching agents, especially peroxide containing bleaching agents, the remaining man- 
ganese content in the pulp constitutes a problem, which results in a higher consumption 
of bleaching agents and an increased need for complexing agents, such as EDTA or 

35 DTP A, in order to reach a desired brightness level. Also, a remaining extractives con- 
tent in the pulp resxilts in a high washing demand, and increased contamination of the 
water system and the effluents from the mill. 
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It has been shown in laboratory studies for bleached kraft pulps that primary fines have 
detrimental effects on the bleachability of the pulp, ^'Backstrom, M., Htun M.: Improved 
Bieachability Without Primary Fines, 1998 Intemational Pulp Bleaching Conference, 
Proceedings Book 2, pp333-336". Similar results on the bleachability of kraft pulp have 

5 been reported in a study on the effects of ray cells, *'Westermark, U., Capretti, G.: hiflu- 
ence of Ray Cells on The BleachabHity and Properties of CTMP and Krafl Pulps, Nor- 
dic Pulp & Paper Res. J, 3(1988) 2, pp95-99". In the latter reference, the effect of ray 
cells in mechanical pulps has also been studied- It was concluded that no significant 
difference in bleachability for CTMP pulp witii and without ray cells, respectively, 

1 0 could be detected. As to the contribution of ray cells on strength and bonding properties 
of CTMP and TMP pulp, it was concluded that an addition to the pulp of a ray cell firac- 
tion, resulted in poor bonding and strength properties. 

In 'Hydholm, S,A.: Pulping Processes, Interscience, New York (1965), p744", it has 
15 been suggested to use specially designed so called ray cell filters for the separation of 
resin containing ray cells in the sulphite pulp industry. 

For mechanical pulps however, no industrial process has been designated to address the 
problems related to primary fines, which problems are specific for mechanical p\ilps, i.e. 
20 problems with taint, odour, strength and bulk. Neither has a coarse pulp firaction, fi-ee 

fi:om primary fines, been treated to attain improved pulp properties for the production of 
paper or paperboard. 

DESCRIPTION OF THE INVENTION 
25 It is an object of the present invention to provide a method in connection with the pro- 
duction of mechanical pulp, which will yield a pulp having a low density, i.e. a high 
bulk, and still good strength properties,^ especially measured in the z-direction, e.g. as 
Scott bond, and which in the same time is low in extractives and manganese content. 

30 To this end, there is presented a method according to claim 1 . Thus, the object of the 

invention is attained by fi^ctionatmg the pulp, after a first refining step, in order to sepa 
rate primary fines firom the pulp. 

In the development of pulp strength, fines material is produced and contributes to bond- 
35 ing of fibres and consolidation of the paper sheet The primary fines, mauily consisting 
of middle lamella fiagments and materials originated firom the parenchyma cells, con- 
tain high amounts of lignin and extractives. Generally the primary fines are defined as 
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fines produced in the first refining step, in the production of mechanical pulp. They 
have a size of <200 mesh according to Bauer McNett. Primary fines contribute less to 
pulp strength compared to secondary fines which are produced from the secondary fibre 
wall as fibrils in the latter stages of the refining process, i.e. the post refining. The sec- 
5 ondary fines have about the same size as the primary fines, but are, as just stated, pro- 
duced in connection with the post refilling. The contents of DCM extractives and transi- 
tion metals in flie primary fines are several times higher than in the whole pulp. 

By fi^umonating the pulp after the first refimng step, the primary fines, which accord- 
1 0 ingly contribute very little to strength and bulk, and contain relatively large amounts of 
extractives and manganese, can be separated fix)m titie pulp. The pulp is subsequently 
exposed to post refining, in a second refining step with or without reject screening, 
whereby strength contributing secondary fines are produced in the pulp. It should be 
clarified that in this context, a first refimng step is defined as a refining step which 
15 yields primary fines, mainly consisting of middle lamella fiagments and materials origi- 
nated from the parenchyma cells, containing high amounts of lignin and extractives. 
This would mean that also two physically differing refining steps in series, which are 
operated to yield primary fines, would be considered as being one fiarst refining step. 

20 According to one aspect of tihe invention, the first refining step is adapted to achieve a 
high freeness in the pulp, preferably at least 500 ml CSF, and even more preferred 600- 
800 ml CSF, and to yield a primary fines content of 3-15 %, preferably 5-10 %, in the 
pulp. PrefCTably, the fi:actionation is effected by screening in any type of suitable screen, 
preferably in at least one curved screen. It could also be conceived to centrifiige the 

25 pulp, preferably in at least one cyclone. The fractionation may also be performed in at 
least two steps. Suitably, the pulp is diluted, to about 1-4 % dry solids, preferably 1-2 % 
before the firactionation. 

According to another aspect of the invention, 3-15 %, preferably 5-10 % of said pulp, 
30 measured as dry weight, is separated from the pulp in the firactionation. The extent to 
which primary fines are separated from the pulp, depends on the desired end product. 
The primary fines, which are separated accordingly, are led away from said pulp pro- 
ductioiL 

35 According to yet another aspect of the invention, the pulp is subjected to a treatment 
step after said first refining step, but before said fractionation, in which treatment step 
the pulp is subjected to one or more of the treatments including dilution, temperature 
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enhancement, and mechanical agitation in a certain retration time. This may be per- 
fomied in a so called latency chest or any type of retention vessel. Basically, the object 
of such a treatment step is to allow the fibres to straighten up after the first refining step. 

5 After the refining and firactionation steps, the pulp may be subjected to bleaching, pref- 
erably peroxide bleaching. All types of peroxide containing bleaching agents may be 
used, but hydrogen peroxide is especially preferred. 

The cellulose containing raw material for the process may be either any type of wood 
10 species, such as hardwood or softwood, or any type of non-wood species, e.g. bagasse, 
straw etc. The type of process used for the production of mechanical pulp may be 
CTMP, CMP, TMP or HTCTMP (High Temperature CTMP). The mechanical pulp, 
which is produced in the method, is preferably used in the production of paperboard, 
most preferably paperboard intended for food and liquid related applications, such as 
1 5 food or liquid containers, etc. 

The invention also relates to mechanical pulp fi-om a cellulose containing material, 
which pulp is produced by the method, and to paperboard, at least partly produced fi^om 
such mechanical pulp. 

20 

By the method, there may be attained a bulk which is at least 5 %, and up to 20%, pref- 
erably 10-15 %, higher than a reference pulp, which has not been exposed to jfractiona- 
tion, at a given strength. At the same time, the extractives and manganese content may 
be lowered with about 50 % in relation to the reference pulp. Consequentiy, the taint 
25 and odour properties of the pulp, measured as h^anal level after 1 0-30 days, is lowered 
with up to 80-90 %. For TMP pulp, the reduction in extractives, and consequaitiy in 
hexanal level, is especially interesting, 'creating a possibility to use TMP pulp in appli- 
cations, such as food and liquid related p^erboard, where it has not been possible to 
use it before, due to its poor taint and odour properties. 

30 

As a consequence of the higher bulk at a given strength, the basis weight of board can 
be reduced due to less required pulp in the centre ply. The higher bulk balances, to a 
certain degree, the yield loss that the removal of primary fines will give. The yield loss 
may also be kept on a low level with a more selective firactionation, if the first refining 
35 step is operated to yield less fines. 
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The environmental aspect of a system according to the invention can be addressed in 
two ways. Firstly, the water system will become cleaner due to the removal of primary 
fines that contains large amoxmt of extractives at an early stage of the process. At the 
same time the washing demand is reduced. This resiilts in less and cleaner effluent fi"om 
5 the pulp mill. Secondary, the demand of chelating/complexing agent (EDTA or DTP A) 
will be expectedly lower, both in washing and in bleaching, due to the lower manganese 
content remaining in the firactionated pulp. This reduces the impact of chelating agent 
on the environment 

10 On the other hand, the environmental benefits can be realised only if the primary fines 
containing water flow is handled properly. A technically feasible way is to thicken the 
fines material, with commercially available equipment The thickened fines may be sent 
back to the existing energy recovery system for heat generation, or be used for cattle- 
food or in another line for pulp, paper or paperboard production, or be disposed of as 

15 solid waste. 

The chemical savings firom priinary fines removal are substantial. The DTPA charge, 
usually 2-2.5 kg/t, could be cut by up to 50%, i.e. to 1-1.3 kg/t, calculated on the chelat- 
ing need in both washing and bleaching. Also, a lower consumption of peroxide and 
20 caustic is required at the same brightness. The brightness tnaximnm without DTPA will 
also be much higher for the primary fines firactionated pulp, which is interesting in case 
there will come legislative restrictions for the use of chelating agents in the future. 

BRIEF DESCRIPTION OF THE FIGURES 
25 In the following, the invention and an example, will be described, referring to the fig- 
ures, of which: 

Fig. 1 is showing a flow scheme 6f a preferred embodiment of the invention. 
Fig. 2 is showing a flow scheme for comparative tests. 

Fig. 3 is a diagram showing fineness vs. refining energy for a post refined pulp 
30 according to the invention and a reference pulp, 

Fig.4 is a diagram showing Scott Bond vs. fireeness for the pulps of Fig. 3, 

Fig. 5 is a diagram showing Scott Bond vs. density for the pulps of Fig. 3, and also 

for the corresponding pulps before post refining. 
Fig. 6 is a diagram showing tensile stifEhess index vs. density for the pulps of Fig. 
35 3, and also for the corresponding pulps before post refining. 

Fig. 7 is a diagram showing air permeance vs. density for the pulps of Fig. 3, and 
also for the corresponding pulps before post refining. 
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Fig. 8 is a diagram showing brightness vs. peroxide charge, with and without 
charge of chelating agent, for the pulps of Fig. 3 

DESCRIPTION OF THE DRAWINGS 
5 The method according to the invention is described in connection with Fig. 1 . Before 
refining, the cellulose containing raw material is possibly pretreated in a conventional 
way, depending on the type of pulp which is being produced, i.e. with heat and/or 
chemicals. Thereafter, the raw material is subjected to a first refining step, in the fiirst 
(primary) refiner 1. The first refining step is operated to yield a high freeness, about 650 
10 ml CSF, in the pulp which is produced. In a subsequent treatment st^ 2, in a so called 
latency chest, the fibres are allowed to straighten up during a certain retention time, and 
under influence of dilution, heating and mechanical agitation. The pulp leaving the 
treatment step 2 has a consistency of about 5-6 % and is fiarther diluted 3 to about 1-2 
%, before being subjected to fi-actionation 4. 

15 

In the fi-actionation step 4, up to 15 % of the pulp fibres are separated from the pulp 
stream as primary fines 5, i.e. the fraction <200 mesh according to Bauer McNett In the 
preferred embodiment there is xased one or more curved screens in the fractionation step. 
The remaining part 6 of tiie pulp, having a consistency of about 4 %, is led on in the 

20 process, as is conventional, throug^h a pulp chest 7 and fiirther to a screening step 8 for 
separation of coarse material. The reject in the screening 8 of coarse material is thick- 
ened in a press 9 and subjected to a refining step in a reject refiner 10 which also fimc- 
tions as a second refining step, and is subsequently recirculated back to the pulp stream, 
upfiow the screwing 8 of coarse material. The accept in ihe screening 8 of coarse mate- 

25 rial is dewatered and washed in one or more wash presses 1 1, 12, to a consistency of 
about 20-30 %. An additional refining step 13, or post refining, can also be performed, 
preferably between the wash presses 1 1 and 12. Both secondary refining and post refin- 
ing can be performed at HC (high consistency) or MC (medium consistency) or LC (low 
consistency), and with different types of refining equipments, for instance disk refiner 

30 or conical refiner. The second refining step and optional post refining is operated to 
yield secondary fines, which contribute to the strength of the pulp. 

After the final wash step 11, 12, the pulp is preferably subjected to bleaching, preferably 
non-chlorine bleaching and most preferably peroxide bleaching, with or without die 
35 addition of a chelating/complexing agent, such as DTP A or EDTA. 
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The primary fines 5, which are separated in the fractionation step 4, having a consis- 
tency of about 0,1-1 %, are being dewatered/clarified 14, the filtrate 15 being returned 
to the process, preferably to the dilution step 3 iqjflow the fi^ctionation, and/or to the 
treatment step 2. After the dewatering 14, the primary fines, having a consistency of 
5 about 4 %, are fiirther dewatered, e.g. in a screw press 1 6, to about 30 %, whereafter the 
primary fines are led to heat recovery or for other use. 

EXAMPLE 

Fractionation of CTMP pulp 

1 0 Fractionation trials were carried out on CTMP pulp, which had been refined in a first 
refining step, using a set-up of curved screen with screen slit width 100 |im, at varied 
pulp consistency, inlet clearance, flow rate and hydraulic pressure (see Figure 2). The 
removal of fines varied fix>m 4.8% to 8.5%, as shown in Table 1. Pulp BSK 4, being the 
reject firom the curved screra, with the highest fines removal was chosen for fiarther 

15 studies. 



Table L Curved screen fractionation 





Bowscreen setting 


Process parameters 


Fines 
removal 
% 


Slit width 
um 


Clearance 

TUTTl 


Flow 
l/niin 


Pressure 
kPa 


Consistency 
% 


BSKl 


100 


3 


1350 


100 


2.0 


4.8 


BSK 2 


100 


3 


1890 


200 


2.0 


5.9 


BSK 3 


100 


2 


900 


100 


1.1 


7.8 


BSK 4 


100 


2 


1260 


200 


LI 


8.5 



20 Table 2. Bauer McNett fractionation of CTMP pulp 







Bauer McNett Fracticmation 


Whole Pulp 




>16 mesh 


>30 


>100 


>200 


<200 


Mn 


Freeness 




% 


% 


% 


% 


% 


ppm 


CSF 


Primary 


49.2 


18.5 


13 


3.9 


12.0 


25 


590 


BSK 4 


53.6 


19.8 


14 


4.1 


8.2 


13 


650 


Reference 


47.9 


19.9 


14 


4.3 


13.5 


18 


390 


Ultra-CTMP 


47.6 


20 


15 


4.1 


13.3 


11 


390 
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When comparing the incoming pulp (Primary), with the fractionated pulp (BSK 4), the 
long fibre fraction (>16 mesh) has increased from 49.2% to 53.6%, due to the fractiona- 
tion. This in combination witii a decreased fines content, fix>m 12% to 8.2%, resulted in 
an increase in freeness, from 590 ml to 650 ml (see Table 2). 

5 

Post-refining of fractionated CTMP 

According to Figure 2, the fractionated pulp and a refereace pulp were refined in a sec- 
ond refining step, in order to study the strength development. Here, "Ultra CTMP" re- 
fers to the BSK 4 pulp, after dewatering and post refining (i.e. second refining step) and 
10 "Reference" refers to the Primary pulp, after dilution, dewatering and post refining. The 
trial was done with a 20 inch atmospheric refiner. The refining conditions were: refining 
consistency 2 1 % (for the reference pulp) and 24% (for the fractionated); disc clearance " 
0.7-2.0 mm; rotational speed 1500 rpm and production rate about 60 kg/h. 

15 As shown in Figure 3, fireeness of both pulps decreased in a similar pattern with refining 
energy. The firactionated, post refined pulp (Ultra-CTMP) required about 200 kWh/t 
more energy to reach the same freeness level, due to the loss of primary fines during the 
fractionation. Interestingly, both Ultra-CTMP and the reference pulp (Refermce) have 
very much the same Bauer McNett profile after the second refining step, regarding botii 

20 long fiber and fines content (see Table2). 

Pulp Properties 

Physical properties \ 
~ The physical properties of the Ultra CTMP and the Reference were tested on 1 50 g/m^ 

25 sheets in order to have a good retention of fines (no white water circulation in sheet- 
forming). 

When compared at standard pressing conditions (400 kPa) the Ultia-CTMP had compa- 
rably hi^er Scott bond at given freeness, see Figure 4. Regarding other physical prop- 
30 erties, such as tensile strength and tensile stifBiess index, there were no significant dif- 
ferences when comparing at eqiial fireeness! 

What is more interesting, however, is the strength-density relationship of the resulting 
pulp. In order to further evaluate this, sheets were made with different wet pressing 
35 pressure and tested for the pulps both before and after post refining to 390 ml CSF 
(which is the approximate freeness level for centre layer CTMP), 
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The superior Scott bond - density relationship of Ultra-CTMP was maintained at the 
three different pressure levels, see Figure 5. Scott bond increased with increased press- 
ing pressure for both pulps, though the Ultra-CTMP appeared to be more resistant to- 
ward wet pressing, showing lower sheet density at the same freeness and press pressure, 
5 At a Scott bond of 72 J/m^ which is a nomial value for CTMP for papeiboard produc- 
tion, the density was reduced from s^prox. 350 kg/m^ to 300 kg/m^, an improvement by 
13%. 

Figure 6 shows that the post refined Ultra-CTMP also had about 13 % lower density 
10 when compared at tensile stiffriess index 3.7 kNm/g, which is a normal value for CTMP 
for paperboard production. Wltii increased wet pressing pressure the tensile stiffiiess of 
the reference got closer to the Ultra CTMP but at this high pressure the bulk loss be- 
came more severe. 

1 5 Before post refining, the fractionated Ultra-CTMP had a poorer tensile sti£6iess - den- 
sity relationship, probably because of the higher pulp freeness as a result of the fines 
removal. 

The air permeance at given density was also higher for the Ultra CTMP than for the 
20 reference, both before and after post refining, see Figure 7. 

The physical testing of the post refined pulps clearly showed that the Ultra CTMP had a 
more open and bulky structure at a givCTi tensile stifl&iess and Scott bond. The improved 
properties resvdted in an increase in bulk by about 13% at comparable Scott bond and 
25 tensile stiflBiess, from 2.9 (density 350 kg/m^) to 3.3 (density 300 kg/m^). 

The bulkier structure should give higher bending stif&iess and also easier drying on the 
board machine. 

Peroxide bleaching 

30 The post-refined firactionated pulp, having a freeness of 390 wl^ was bleached with per- 
oxide to evaluate the bleachability. In comparison, the reference pulp (Reference), re- 
fined to the same freeness, was also bleached. 

As shown in Figure 8, the bleaching response was better for Ultra CTMP at all peroxide 
35 levels. The difference was less significant without DTPA addition in the bleaching. This 
is likely explained by the higher manganese content in the reference pulp, 1 8 ppm com- 
pared to 1 1 ppm in Ultra-CTMP (Table 2). With DTPA addition in bleaching the 
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bleaching response was improved for both pulps and the difference in bleaching re- 
sponse of the pulps was also reduced. 

Taint and odour properties in relation to chemical composition 
5 The chemical composition of fractionated (Ultra CTMP) and reference (Reference) 

CTMP pulp was measured using acid hydrolysis followed by sugar analysis. The partial 
removal of primary fines in curved screen reduced the lignin content in the remaining 
fines as well as in the whole pulp. Table 3. As secondary fines contained less lignin, the 
fines after post refining contained less lignin and more cellulose. The difference was 
1 0 much more pronounced for the Ultra CTMP, due to the removal of the lignin-eniiched 
primary fines. 



Table 5. Chemical composition of CTMP and fines 





Whole Pulp 


Fines (<200 mesh) 


Glucose 
% 


Tot sugar 
% 


Lignin 
% 


Glucose 
% 


Tot sugar 
% 


Lignin 
% 


Ref CTMP (primary) 


46.2 


67 


27.00 


32.8 


54.3 


37.9 


Fractionated CTMP 


47.1 


68.4 


26.20 


34.3 


56.8 


36.5 


Ref CTMP (post refined) 








33.3 


54.8 


37.7 


Ultra CTMP (post refined) 








36.9 


59.4 


35.2 



15 Table 4. Hexanal analysis and extractive content 





Aceton 


Unsaturat 


Unsat. tri- 


LhisaL steryl 


Resin 


Mn 


Hexanal 


Hexanal 




extract 


&tty acids 


glycerides 


esters 


acids 




10 days 


30 days 




% 


mg/g 


mg/g 


mg/g 


mg/g 


ppm 






Ref CTMP 


0.45 


0.25 


1.25 


0.5 


0.55 


18 


90 


955 


Ultra-CTMP 


0.21 


0.05 


0.3 


0J2 


0.15 


11 


15 


55 


MiUCTMP* 


















-2 stage 


0.63 


0.17 


2.4 


0.5 


0.3 






250 


- 3 stage 


0.37 


0.09 


1.4 


0.3 


0.1 


<2 


12** 


45 



♦Mill CTMP 



** 6-8 days. 

As shown in Table 4, the extractives content (acetone content) in the Ultra CTMP was 
50% lower than in the Reference CTMP. The reduction in unsaturated acids/esters was 
20 even more radical. The explanation could be that as extractives are generally enriched in 
materials originated from middle lamella and parenchyma cells surrounding ray cells 
and resin channels, both represented in primary fines, removal of primary fines naturally 
results in a decrease in the extractives content. Furthermore, as transition metals, espe- 
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dally manganese, tend to locate also preferentially in the middle lamella and paren- 
chyma cells, removal of primary fines leads to reduction of manganese content. Conse- 
quently, the taint and odour properties of pulp, here measured as hexanal value after 10 
respectively 30 days, were ca 80-90% lower for the fractionated Ultra-CTMP. Although 
5 the pulps compared in this study were not washed as thoroughly as in the mill (Figure 
2), the taint and odovir properties of Ultra-CTMP were comparable to those of the fiilly 
washed mill CTMP (-3 stage). The large difference between Ultra-CTMP and the refer- 
ence CTMP deserves special notification, indicating the potential that can be achieved 
by primary fines removal. 

10 

The invention is not limited by the above described embodiment and example, but may 
be varied within the scope of the claims. 



p 
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CLAIMS 

1. Method in connection with the production of mechanical pulp from a cellulose 

containing material, wherein the material is processed in at least one refining step to 
produce pulp and wherein the pulp is fractionated (4), after a first refining step (1), 
5 in order to separate primary fines (5) from the pulp, characterised in that 

said separated primary fines (5) are led away from the pulp production* 

2- Method according to claim 1, characterised in that said first refining step 
(1) is adapted to achieve a high freeness in the pulp, preferably at least 500 ml CSF, 
10 and even more preferred 600-800 ml CSF, and to yield a primary fines content of 3- 

15 %, preferably 5-10 %, in the pulp. 

3. Method according to claim 1 or 2, characterised in that at least a part of 
said pulp is processed in a second refining step (10, 1 3), preferably after said 

15 fractionation (4), whereby secondary fines are produced in the pulp. 

4. Method according to any of the preceding claims, characterised in that said 
pulp is subjected to a treatment step (2) after said first refining step (1), but before 
said fractionation (4), in which treatment step (2) the pulp is subjected to one or 

20 more of the treatments dilution, temperature enhancement, mechanical agitation and 

retention time. 

5. Method according to any of the preceding claims, characterised in that said 
fractionation (4) is performed by screening, preferably in at least one curved screen, 

25 or by centrifiigation, preferably in at least one cyclone. 

6. Method according to any of the preceding claims, characterised in that said 
fractionation (4) is performed in at least two steps. 

30 7. Method according to any of the preceding claims, characterised in that 3- 
15 %, preferably 5-10 % of said pulp, measured as dry weight, is separated from 
said pulp in said fractionation (4). 



35 



8. 



Method according to any of the preceding claims, characterised in that said 
separated, led away primary fines (5) are used for heat recovery, for cattle-food or in 
another line for pulp, paper or paperboard production. 
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9. Method according to any of the preceding claims, characterised in that the 
pulp is subjected to bleaching, preferably peroxide bleaching, after the refining (1, 
13) and fractionation steps (4). 

5 10. Method according to any of the preceding claims, characterised in that said 
pulp is CTMP, CMP, TMP or HTCTMP. 

11. Method according to £iny of the preceding claims, characterised in that said 
produced mechanical pulp is used in the production of paperboard, preferably 

10 paperboard intended for food or liquid related applications. 

12. Mechanical pulp from a cellulose containing material, characterised in that 
it is produced according to any of claims 1-11. 

15 13. Paperboard, at least partly produced from a mechanical pulp from a cellulose 

containing material, characterised in that said pulp is produced according 
to any of claims 1-11. 
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(57) Abstract: A method in connection with the production of mechanical pulp from a ceUulose containing material, wherein ftt 
maten^ is process«l m at least one refining step to produce pulp. According to the invention, the pulp is fractionated (4) after a " 
first refinmg step (1), in order to separate primary fines (5) from the pulp. TTie invention also leUtes to a mechanical pulp produced 
by the method, and to a paperboard, which at least partly consists of such mechanical pulp. 
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